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(57) Abstract 

It is known that the addition of, for example, limestone or dolomite, quick-lime or dolomite lime, calcium hydrate or 
dolomite hydrate, to coal or to the heating oil of furnaces, in particular fluidized bed furnaces, reduces the SO?, HC1 and 
HF pollution contained in the fumes emitted. It has now been found surprisingly that in the 350-450°C range particles of 
suitably pre-treated calcium-containing sorbents can be blown in or fluidized. The sorbent particles of quick-lime or do- 
lomite lime produced by calcination of limestone or dolomite or calcium (aluminium) silicates in the fluidized bed display 
a special porous structure with a pore diameter of around 10 run (ten millionths of a mm). A carrier which is expanded in 
this manner, for example fluidized bed calcinated lime or calcium hydrate produced with steam, but always enriched with 
ammonium salts, is brought to the pre-determined temperature range of 350 to 450°C so that not only are the acid compo- 
nents such as SOj, HC1, HF bound, but also the reduction of nitrogen oxides to nitrogen and steam by the ammonia re- 
leased is effected without the combustion of ammonia into newly-formed nitrogen oxides 
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"Simultane SO-2- und NO-x-Trockenabaorption vorzugsweiae 
hinter Kohlekeaaeln, insbaaondere Wirbelschichtfeuerungen 
und Flugataubwolken" 


Ea iat bekannt, daB die Zugaba von z.B. Kalkatein oder 
Dolomit, von Branntkalk Oder Dolomitkalk, von Kalk- Oder 
Dolomithydrat zur Kohle oder dem HeizSl von Peuerungen, 
inabeeondere der Wirbelachichtfeuerung, die S0-2-* HC1- 
und HP-Belaatungen im Rauchgaaatrom mindert. 

In der Literatur iat vielfach beachrieben worden, daB mit 
Calcium-haltigen Sorbentien die Einbindung von SO-2, HC1, 
IIF und Hhnlichen aauren Schadatof fen im Temperaturbereich 
von 800 - 900 Grad C zweckdienlich ware. 

Oberraachenderweiae wurde nun gefunden, dafl mit hochaktivem 
Branntkalk oder Dolomitkalk in dieaem Temperaturbereich 
keineawega die optiraale Schad8toffbindung ablSuft. Vielmehr 
wird mit aolchen modifisierten Sorbentien dieae in einem 
Temperaturbereich zwiachen 350 bia 450 Grad C erreicht. 
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Ea wurde namlich gefunden, daQ die Porendurchmesser der ge- 
eignet vorbehandelten Sorbensteilchen bei 10 nm und nicht 
wie bisher bei 100 nm liegen und somit gtinstigere Ent- 
schwefelungswirkung mit einem Optimum bei 400 Grad C zeigen. 
Auch die aktive OberflSche wird von bisher 5 m-2/g auf 
50 m-2/g gesteigert. 

ZusStzlich wird die Absorption durch Zugabe von feinver- 
sprtthtem Wasser, vorzugsweise Dampf unter diesen Bedingung- 
gen verbessert, da eine 0berflachenvergr6flerung der Sor- 
bensteilchen auftritt: Aus Branntkalk/Dolomitkalk entsteht 
via Kalk-/Dolomithydrat ein Kalk-/0olomitkalk von vergrBBer- 
ter OberflSche. 

Weiterhin wird erfindungsgeraafl vorgeschlagen, insbesondere 
bei Wirbelbettfeuerungsanlagen und Kohlefeuerungsanlagen 
im Staubwolkenbereich das feste Entschwefelungsmittel mit 
Ammoniumsalzen zu versetzen, um in der thermischen Zone 
bei 350 - 450 Grad C eingeblasen, gasfBrmiges Ammoniak 
freizusetsen, das bei diesen Temperaturen als Reduktions- 
mittel flir Stickoxide wirkt mit den Produkten Stickstoff 
und Wasserdampf . Bei den bisherigen Arbeits tempera turen 
von 800 Grad C wurde freigesetztes Ammoniak mit dem an- 
wesenden Sauerstoff verbrennen urid so Stickoxide bilden 
anstatt diese - */ie hier bei 400 Grad C - zu vernichten. 
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PATENTANSPROCHE t 

1. Verfahren aur "simultanen Trocken-Absorption von SO-2/ 
Reduktion von NO-x", dadurch gekannaeichnet, dafl im Tempe- 
raturbereich von 350 - 450 Grad C Teilchen geeignet vorbe- 
handelter calciumhaltiger Sorbentten eingeblasen oder ge- 
wirbelt warden. Die Sorbensteilchen aus Branntkalk oder 
Dolomitkalk, hergestel.lt durch Calcinierung von Kalkstein 
Oder Dolomit oder Calcium( aluminium) silikaten in der Wirbel- 
schicht, weisen eine besondere Porenstruktur mit Porendurch- 
messer urn 10 nm (zehn millionstel mm) auf. 
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2. Verfahren nach Anspruch 1, dadurch gekennzeichnet, dafl 
ein so "geblMhter" TrHgerstoff, z.B. wirbelschichtcaXci- 
nierter Kalk oder mittels Wasserdampf entstandenes Kalkhy- 
drat, jedenfalls aber mit Ammoniumsalzen angereichert, dem 
vorgegebenen Temperaturbereich von 350 bis 450 Grad C zuge- 
fUhrt wird und somit nicht nur die sauren Bestandteile wie 
SO-2, HC.I, HF gebunden warden, sondern auch durch freige- 
setztes Amraoniak (NH-3) die Reduktion von Stickoxiden zu 
Stickstoff und Wasserdampf erfolgt unter Vermeidung der 
Verbrennung von Ammoniak zu neuerlichen Stickoxiden. 
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ABSTRACT : 

It is known that the addition of, for example, limestone or dolomite, 
quick-lime or dolomite lime, calcium hydrate or dolomite hydrate, to coal or to 
the heating oil of furnaces, in particular fluidized bed furnaces, reduces the 
S02, HC1 and HF pollution contained in the fumes emitted. It has now been 
found surprisingly that in the 350-450<o>C range particles of suitably 
pre-treated calcium-containing sorbents can be blown in or fluidized. The 
sorbent particles of quick-lime or dolomite lime produced by calcination of 
limestone or dolomite or calcium (aluminium) silicates in the fluidized bed 
display a special porous structure with a pore diameter of around 10 nra (ten 
millionths of a mm) . A carrier which is expanded in this manner, for example 
fluidized bed calcinated lime or calcium hydrate produced with steam, but 
always enriched with ammonium salts, is brought to the pre-determined 
temperature range of 350 to 450<o>C so that not only are the acid components 
such as S02, HC1, HF bound, but also the reduction of nitrogen oxides to 
nitrogen and steam by the ammonia released is effected without the combustion 
of ammonia into newly- formed nitrogen oxides. 
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